410Rec'dPCT/PTq)^6^ 200(1 



FORM PTO-1390 



U S DEPARTMENT OF COMMERCE PATENT AND TRADEMARK OFFECE 



(REV U-98) 

TRANSMITTAL LETTER TO THE UNITED STATES 
DESIGNATED/ELECTED OFFICE (DO/EO/US) 
CONCERNING A FILING UNDER 35 U.S.C. 371 



ATTORNEY'S DOCKET NUMBER 

FILED: March 16, 2000 
500.38296X00 



U S APPLICATION NO (If known see 37 CFR 1 5) 

09/508771 



INTERNATIONAL APPLICATION NO, 

PCT/JP98/04184 



INTERNATIONAL FILING DATE 

17 September 1998 (17.09,98) 



PRIORITY DATE CLAIMED 

19 September 1997 (19.09.971 



TITLE OF INVENTION 
PHOTOSENSITIVE FILM 



APPLICANT(S) FOR DO/EO/US 

KIMURA, Jinko; ISHIKAWA^ Chikara; TANAKA, Youji; TAKANO, Shinji; and MTKAMI, Yoshitaka 



Applicant herewith submits to the United States Designated/Elected Office (DO/EO/US) the following items and other information: 



2. 
3, 

4. 

1„ 



□ 



X 



This is a FIRST submission of items concerning a filing under 35 U.S.C. 371. 

This is a SECOND or SUBSEQUENT submission of items concerning a filing under 35 U.S.C. 371. 

This express request to begin national examination procedures (35 U.S.C. 371(f)) at any time rather than delay 

examination until the expiration of the applicable time limit set in 35 U.S.C 371(b) and PCT Articles 22 and 39(1). 

A proper Demand for International Preliminary Examination was made by the 19th month from the earliest claimed priority date. 

A copy of the International Application as filed (35 U.S.C. 371(c)(2)) 

is transmitted herewith (required only if not transmitted by the International Bureau), 
has been transmitted by the International Bureau. 



a. 

b. 

c 



X 



X 



I is not required, as the application was filed in the United States Receiving Office (RO/US). 

A translation of the International Application into English (35 U.S.C 371(c)(2)). -f- 
Amendments to the claims of the International Application under PCT Article 19 (35 U.S.C. 371(c)(3)) 
are transmitted herewith (required only if not transmitted by the International Bureau). 



in 



a. 

b. I I have been transmitted by the International Bureau- 

c ^ have not been made; however, the time limit for making such amendments has NOT expired, 
d , have not been made and will not be made. 

A translation of the amendments to die claims under PCT Article 19 (35 U.S.C. 371(c)(3)). 
An oath or declaration of the inventor(s) (35 U.S.C. 371(c)(4)). 

A translation of the annexes to the International Preliminary Examination Report under PCT Article 36 
(35 U.S.C. 371(c)(5)), 



Items 11. to 16. below concern document(s) or information included: 

An Information Disclosure Statement under 37 CFR 1.97 and 1.98. 



12. 0 An assigimient document for recording. A separate cover sheet in compliance with 37 CFR 3.28 and 3.31 is included. 
A FIRST preliminary amendment. 



11. 


□ 


12. 




13, 


□ 




□ 


14. 


□ 


15. 




16. 


m 



16. 0 Otiier items or information: INTERNATIONAL PUBLICATION NO. WO 99/15936 



INTERNATIONAL SEARCH REPORT 

INFORMATION DISCLOSURE SHEET UNDER 37 CFR 1 .56 WITH ATTACHED REFERENCES 
FIGURES lA-lB 



rioff* 1 nf ") 



428RecyPCT/PTO 16 MAR 2000 



us. APP 



INTERNATIONAL APPLICATION NO 

PCT/JP98/04I84 



ATTORNEY'S DOCKET NUUMBER 

500.38296X00 



17. IX I The following fees are submitted: 
BASIC NATIONAL FEE (37 CFR 1.492 (a) (1) - (5)) 

Neither international preliminaiy examination fee (37 CFR 1.482) 
nor international search fee (37 CFR 1 .445(a)(2)) paid to USPTO 
and International Search Report not prepared by the EPO or JPO $970.00 

International preliminary examination fee (37 CFR 1 .482) not paid to 

USPTO but International Search Report prepared by the EPO or JPO $840.00 

International preliminary examination fee (37 CFR 1.482) not paid to USPTO but 
' international search fee (37 CFR 1.445(a)(2)) paid to USPTO - $760.00 

Intemational preliminary examination fee paid to USPTO (37 CFR 1.482) 
- but ail claims did not satisfy provisions of PCT Article 33(i)-(4) -•• $670.00 

Intemational preliminary examination fee paid to USPTO (37 CFR 1.482) 

and all claims satisfied provisions of PCT Article 33(l)-(4) $96.00 

ENTER APPROPRIATE BASIC FEE AMOUNT = 



CALCULATIONS pto use only 



840.00 



Surcharge of $130,00 for furnishing the oath or declaration later than[]] 20 |^ 30 
months from the earliest claimed priority date (37 CFR L492(c)). 



CLAIMS 



NUMBER FILED 



NUMBER EXTRA 



RATE 



Total claims 



8 



-20 = 



0 



X $18.00 



0.00 



Independent claims 



1 



-3 = 



0 



X $78.00 



0.00 



MIATIPLE DEPENDENT CLAIM(S) (if applicable) 



+$260,00 



0.00 



TOTAL OF ABOVE CALCULATIONS 



840,00 



Re(Si[ction of 1/2 for filing by small entity, if applicable, A Small Entity Statement 
mupkso by filed (Note 37 CFR 1.9, 1.27, 1.28)^ 



0.00 



SUBTOTAL 



840.00 



Prdeessing fee of $130.00 for furnishing the English translation later than □20 n3o 
months from the earliest claimed priority date (37 CFR 1, 492(f)). 



+ 



TOTAL NATIONAL FEE = 



840,00 



Fee^for recording the enclosed assignment (37 CFR 1,2 1(h)), The assignment must be 
acdompanied by an appropriate cover sheet (37 CFR 3.28, 3,31). $40,00 per property 



40.00 



TOTAL FEES ENCLOSED = 



$ 



880.00 



Amount to be: 
refunded 



charged 



a. 



3 A check in the amount of $ 880.00 



to cover the above fees is enclosed. 



Please charge my Deposit Account No. m the amount of $ ^to cover the above fees, 

A duplicate copy of this sheet is enclosed. 

c. 13 The Commissioner is hereby authorized to charge any additional fees which may be required, or credit any 
overpayment to Deposit Account No, A duplicate copy of this sheet is enclosed. 



NOTE: Where an appropriate time limit under 37 CFR 1.494 or 1.495 has not been met, a petition to revive (37 CFR 
U37(a) or (b)) must be filed and granted to restore the application to pending status. 



SEND ALL CORRESPONDENCE TO 



William L Solomon 
Antonelli, Terry, Stout & ECraus, LLP 
1300 North Seventeenth Street Suite 1800 
Arlington, VA 22209 




SIGNATURE 



William L Solomon 



NAME 



28,565 



REGISTRATION NUMBER 



Form PTO- 1390 (REV U-98) page 2 of 2 



r 





23/8 



,214 



1 



DESCRIPTION 



PHOTOSENSITIVE FILM 



5 



M= 10 



15 



20 



TECHNICAL FIELD 

This invention relates to a photosensitive film 
successfully usable in metal etching fabrications of lead 
frame, metal mask, etc. 

BACKGROUND ART 

In the field of current semiconductor elements, 
there is a growing tendency of lessening the weight, 
decreasing the thickness, reducing the size of elements and 
manufacturing such elements in a small lot-high variety 
manner. As a result of this tendency, the lead frame used 
for mounting IC chips on substrate is required to have an 
increased number of pins in a more slender and smaller 
size. On the other hand, the stamping process is unable to 
produce such small-sized articles satisfying the require- 
ment of the miniaturization because of elevated cost of 
metallic die needed by the small lot-high variety 
production. Thus, the etching process is advantageous over 
the stamping process for the small lot-high variety 
production because it can produce small-sized articles 
without using any metallic die. The etching process uses a 
photosensitive resin in either of the three forms, namely 
water-soluble photosensitive resin, solvent-containing 
liquid photosensitive resin and photosensitive film. 



The use of liquid photosensitive resin has 



general faults in that an enormous investment must be made 
in the coating apparatus, the coating process requires 
considerably much labor, serviceable lives of the photo- 
sensitive resin itself and the coated film of photosensi- 
tive resin are short, and sensitivity is low. In addition, 
individual cases have their own faults. For instance, the 
water-soluble liquid photosensitive resin in which casein 
or PVA (polyvinyl alcohol) is cured with a chromic acid 
salt has a problem that a complicated step of waste water 
treatment must be provided for the disposal of harmful 
heavy metal salt after use. On the other hand, the 
solvent-containing liquid photosensitive resin has a 
problem that an organic solvent is discharged into the 
atmospheric air in the course of coating, which exercises 
an adverse influence upon environments . 

On the other hand, the photosensitive film has a 
sandwich structure in which a photosensitive resin composi- 
tion is coated on a transparent support film, dried and 
then covered with a protecting film. At the time of 
lamination, the protecting film is removed and at the same 
time the photosensitive resin layer is thermally press- 
bonded to the underlying metal to form an image. Accord- 
ingly, the photosensitive film is lower in the cost for 
equipments, higher in sensitivity and longer in the working 
life than the above-mentioned liquid photosensitive resins, 
and is superior in the suitability for metallic precision 

fabrications . 

As the support film of the photosensitive film. 
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polyester films such as PET (polyethylene terephthalate) 
film are generally used. As the protecting film, 
polyolefin films such as PE (polyethylene) film are 
generally used- The protecting film is removed at the time 
5 of lamination- The polyolefin film conventionally used as 
a protecting film is produced by thermally melting and 
kneading a raw material and then forming it by extrusion, 
biaxial orientation or casting- In general, protecting 
films of polyolefin or the like include unmelted materials 

10 or thermally deteriorated regions called fish eyes. The 

fish eye usually has a diameter {^) of 30 to 600 urn, forming 
a protrusion on the film surface up to a height of 2 to 40 
nm. The convex portions of the fish eyes are transferred 
onto the photosensitive resin layer to form concavities on 

15 the photosensitive resin layer, so that air voids 6 are 
formed on the substrate after lamination as seen in Fig. 
IB. That is to say, if a photosensitive film comprising a 
support film 1, a photosensitive resin layer 2 and a 
protecting film 3 carrying fish eyes 4 (see: Fig. lA) is 

20 laminated, after releasing the protecting film 3 therefrom, 
onto a substrate 5, air voids appear as seen in Fig. IB. 
Formation of the air voids has a relation with film thick- 
ness of the photosensitive resin layer so that a smaller 
film thickness of photosensitive resin layer causes a more 

25 ready formation of air voids. The presence of such air 

voids causes formation of defective pattern and breakage of 
wire in the subsequent steps of exposure, development and 
etching. 
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AS a means for preventing such phenomena, JP-A 
3-12402 discloses the use of a film having a flat and 
smooth surface as the releasable film at the time of 
lamination. The method of JP-A 3-12402, however, is 
5 characterized by coating a photosensitive resin composition 
onto a releasable film to be peeled off at the time of 
lamination and drying the coat to form a photosensitive 
resin layer, followed by laminating thereon a support film. 
The releasable film must be selected from materials showing 
10 no thermal dimensional change when it is coated with a 
photosensitive resin composition and dried. In other 
words, the materials usable for this purpose are 

restricted. 

Apart from the above, the method of vacuum 

15 lamination is useful as mentioned in JP-A 52-66581, JP-A 
51-63702, and JP-A 1-314144. This method, however, is 
disadvantageous in that it needs an apparatus of larger 
size as compared with the conventional normal pressure 
lamination method and it tends to generate dusts because 

20 inner atmosphere of lamination chamber is kept at a vacuum. 

DISCLOSURE OF INVENTION 

It is an object of this invention to provide a 
photosensitive film which can be laminated by the normal 
pressure lamination method on the surface of a substrate 
25 having a metallic surface in a high product yield, with 
formation of a reduced number of air voids, and in a high 
workability. 



It is another object of this invention to provide 
a photosensitive film exercising the above-mentioned effect 
of the invention and further exhibiting excellent 
lamination characteristics. 

It is yet another object of this invention to 
provide a photosensitive film exercising the above- 
mentioned effect of the invention and exhibiting a 
particularly high performance when used for metal etching 
fabrication of lead frame, metal mask, etc. 

This invention provides a photosensitive film 
which comprises a support film (A), a photosensitive resin 
composition-containing photosensitive resin layer (B) 
formed on said support film (A), and a protecting film (C) 
stuck onto said photosensitive resin layer (B), wherein the 
number of fish eyes having a diameter of at least 80 
included in said protecting film (C) does not exceed 5 fish 
eyes/m^ and said photosensitive resin composition-containing 
photosensitive resin layer (B) has a film thickness of 5 to 
30 \m. 

BRIEF DESCRIPTION OF DRAWINGS 

Fig. lA and Fig. IB are cross-sectional views 
illustrating the generation of air voids. 

BEST MODE FOR CARRYING OUT THE INVENTION 

The support film (A) used in this invention is, 
for instance, a polyester film such as Tetoron Film GS 
Series manufactured by Teijin Ltd., Myler Film D Series 
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manufactured by E. I. Du Pont de Nemours and Co,, and the 
like. Preferably, the support film (A) is a polyethylene 
terephthalate film. The support film (A) preferably has a 
film thickness of 12 to 25 \m. If thickness of the film 
5 (A) is smaller than 12 futi, mechanical strength of the 
support film is low and there is a tendency that the 
support film is broken in the coating process. If thick- 
ness of the support film (A) is greater than 25 ^ua, there 
is a tendency that the resolution is low and the price is 
10 high. 

In this invention, the photosensitive resin 
composition used in the photosensitive resin composition- 
containing photosensitive resin layer (B) is not 
particularly limited, so far as the composition has a 
15 photosensitivity. Preferably used compositions are those 
comprising: 

(a) a binder polymer obtained by copolymer izing 

acrylic acid or methacrylic acid and alkyl esters thereof 
as constituent monomers , 
20 (b) a monomer having at least one polymerizable 

ethylenically unsaturated group in the molecule thereof, 
and 

(c) a photopolymerization initiator. 

The binder polymer (a) may be any of a single 
25 binder polymer and a combination of two or more binder 
polymers . 

As the alkyl ester of acrylic acid, for instance, 
methyl aery late, ethyl aery late, butyl acrylate. 
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2-ethylhexyl acrylate and the like can be referred to. 
These compounds may be used either singly or in combination 
of two or more compounds. 

As the alkyl ester of methacrylic acid, for 
5 instance, methyl methacrylate, ethyl methacrylate, butyl 
methacrylate, 2-ethylhexyl methacrylate and the like can be 
referred to. These compounds may be used either singly or 
in combination of two or more compounds . 

The acrylic acid and methacrylic acid mentioned 

10 above may be used in combination, if desired. 

AS the constituent monomer of the binder polymer, 
not only the acrylic acid, methacrylic acid and alkyl 
esters thereof but also vinyl monomers copolymerizable 
therewith can be used. As the vinyl monomers which are 

15 other than the acrylic acid, methacrylic acid and alkyl 

esters thereof and copolymerizable therewith, for instance, 
tetrahydrofurfuryl acrylate, tetrahydrofurfuryl 
methacrylate, dimethylaminomethyl acrylate, d imethyl amino - 
methyl methacrylate, glycidyl acrylate, glycidyl meth- 

20 acrylate, 2 , 2 , 3 , 3-tetrf luoropropyl acrylate, 2,2,3,3- 
tetraf luoropropyl methacrylate, acrylamide, diaceto- 
acrylamide, styrene, vinyltoluene and the like can be 
referred to. These monomers can be used either singly or 
in combination of two or more monomers. 

25 The copolymer can be synthesized by mixing 

together the above-mentioned components and subjecting the 
mixture to a known polymerization process such as solution 
polymerization process. 



The compounding ratio of the above-mentioned 
constituent monomers is not particularly limited, but the 
monomers may be compounded at an arbitrary ratio. However, 
it is preferable from the viewpoint of the balance between 
alkali-developability and alkali-resistance to adjust the 
carboxyl group-content of component (a), namely the ratio 
of carboxyl group-containing monomers to the total monomers 
used, to 12 to 40% by weight. 

The copolymers thus formed may be used either 
singly or in combination of two or more copolymers. 

In this invention, the weight-average molecular 
weight, measured by gel permeation chromatography and 
calculated by referring to a standard polystyrene calibra- 
tion curve, of the binder polymer (a) in the photosensitive 
resin composition-containing photosensitive resin layer (B) 
is not particularly limited. However, from the viewpoint 
of the balance between mechanical strength and alkali- 
developability, the weight-average molecular weight of 
binder polymer (a) is preferably in the range of from 
20,000 to 300,000 and further preferably in the range of 
from 40,000 to 200,000. If the weight-average molecular 
weight is lower than 20,000, mechanical strength tends to 
be low. If the weight average molecular weight is higher 
than 300,000, alkali-developability tends to be inferior. 

As the monomer (b) having at least one polymer- 
izable ethylenically unsaturated group in the molecule 
thereof used in the photosensitive resin composition- 
containing photosensitive resin layer (B) of this 
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invention, for instance, there can be referred to the 
compounds obtained by reacting a polyhydric alcohol with an 
a,p-unsaturated carboxylic acid such as polyethylene glycol 
diacrylate having 2 to 14 ethylene units, trimethylol- 
5 propane diacrylate, trimethylolpropane triacrylate, 
tetramethylolmethane triacrylate, tetramethylolmethane 
tetraacrylate, polypropylene glycol diacrylate having 2 to 
14 propylene units, dipentaerythritol pentaacrylate, 
dipentaerythritol hexaacrylate and the like; bisphenol A 

10 polyoxyalkylene diacrylates such as 2 , 2-bis ( 4- ( acryloxy- 
diethoxy ) phenyl ) propane , 2 , 2-bis ( 4 - ( acryloxypentaethoxy ) - 
phenyl ) propane, 2 , 2-bis ( 4-acryloxydiisopropoxytriethoxy ) - 
phenyl) propane, and the like? compounds obtained by adding 
an a,p-unsaturated carboxylic acid to a glycidyl group- 

15 containing compound such as trimethylolpropane triglycidyl 
ether triacrylate, bisphenol A diglycidyl ether diacrylate 
and the like; and alkyl esters of acrylic acid such as 
methyl aery late, ethyl acrylate, butyl acrylate, 2- 
ethylhexyl acrylate and the like. The methacrylates and 

20 methacrylic esters corresponding to these compounds can 

also be referred to. These compounds can be used alone or 
as a mixture thereof- Among them, the bisphenol A 
polyoxyalkylene dimethacrylates are preferable from the 
viewpoint of sensitivity, resolution, adhesiveness and 

25 mechanical properties. 

As the photopolymerization initiator (c) usable 
in the photosensitive resin composition-containing photo- 
sensitive resin layer (B) of this invention, for instance. 



10 

there can be referred to aromatic ketones such as 
benzophenone , N, N ' -tetramethyl-4 , 4 ' -diaminobenzophenone , 
N/ N ' -tetraethyl-4 , 4 ' -diaminobenzophenone , 4-niethoxy-4 ' - 
diiaethylaminobenzophenone, 2-ethylanthraquinone, 
5 phenanthrenequinone and the like; benzoin ethers such as 
benzoin methyl ether, benzoin ethyl ether, benzoin phenyl 
ether and the like; benzoins such as methylbenzoin, 
ethylbenzoin and the like; benzyl derivatives such as 
benzyl methyl ketal and the like; 2 , 4 , S-triarylimidazole 

10 dimers such as 2-(o-chlorophenyl)-4,5-diphenylimidazole 

dimer , 2- ( o-chlorophenyl ) -4 , 5-di (m-methoxyphenyl ) -imidazole 
dimer, 2-(o-fluorophenyl)-4,5-diphenylimidazole dimer, 2- 
(o-methylphenyl-4 , 5-diphenylimidazole dimer, 2- (p-methoxy- 
phenyl) -4 , 5-diphenylimidazole dimer, 2 , 4-di(p-methoxy- 

15 phenyl) -5-phenylimidazole dimer, 2-(2,4-dimethoxyphenyl)- 
4 , 5-diphenylimidazole dimer, 2- (p-methylmercaptophenyl ) - 
4, 5-diphenylimidazole dimer and the like; acridine 
derivatives such as 9-phenylacridine, 1 , 7-bis ( 9 , 9 ' - 
acridinyl ) -heptane and the like; phenanthrenequinones such 

20 as 9, 10 -phenanthrenequinone and the like, etc. Among them, 
the 2,4,5-triarylimidazole dimers are preferable from the 
viewpoint of sensitivity and resolution. These photo- 
polymerization initiators may be used either singly or in 
combination of two or more compounds. 

25 In the photosensitive resin composition compris- 

ing the above-mentioned components (a), (b) and (c), the 
amount of component (a) is preferably in the range of from 
40 to 80 parts by weight per 100 parts by weight of the sum 
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of components (a) and (b). If the amount of component (a) 
is less than 4 0 parts by weight, the photo-cured product 
tends to be brittle with inferior coating characteristics. 
If the amount of component (a) exceeds 80 parts by weight, 
5 sensitivity tends to be insufficient. 

In the photosensitive resin composition 
comprising components (a), (b) and (c), the amount of 
component (b) is preferably in the range of from 20 to 6 0 
parts by weight per 100 parts by weight of the sum of 
10 components (a) and (b) . If the amount of component (b) is 
less than 20 parts by weight, sensitivity tends to be 
insufficient. If the amount of component (b) exceeds 60 
parts by weight, the photo-cured product tends to be 
brittle. 

15 In the photosensitive resin composition compris- 

ing components (a), (b) and (c), the amount of component 
(c) is preferably in the range of from 0.1 to 20 parts by 
weight per 100 parts by weight of the sum of components (a) 
and (b). If the amount of component (c) is less than 0.1 

20 part by weight, sensitivity tends to be insufficient. If 
the amount of component (c) exceeds 20 parts by weight, 
there is a tendency that an increasing quantity of light 
tends to be absorbed at the surface of composition at the 
time of exposure, which brings about an insufficient photo- 

25 cure in the internal regions of the compos it ion - 

Into the photosensitive resin composition used in 
this invention may be incorporated, if necessary, a 
plasticizer, a thermal polymerization inhibitor, a color- 



developer such as leuco-Crystal Violet, tribromomethyl- 
phenyl sulfone and the like, a dye such as Malachite Green 
and the like, a pigment, a filler, an adhesiveness 
improver, a perfume, an imaging agent, etc. 

The photosensitive resin composition comprising 
the components (a), (b) and (c) is formed into a 
photosensitive resin layer (B) by adding a solvent to the 
composition to prepare a solution, if necessary, and then 
coating the solution on a support film (A) and drying the 
coat* Then, a protecting film (C) is stuck onto the 
photosensitive resin layer to prepare a photosensitive 
film. 

The solvent used for this purpose is not 
particularly limited, but all the known solvents can be 
used. Examples of the solvent include acetone, methyl 
ethyl ketone, methyl isobutyl ketone, ethylene glycol 
monomethyl ether, ethylene glycol monoethyl ether, chloro- 
form, methylene chloride, toluene, methanol, ethanol and 

the like. These solvents may be used either as a single 

* 

solvent or in combination of two or more solvents. 

Thickness of the photosensitive resin layer must 
be in the range of 5 to 30 ^un. If the thickness is smaller 
than 5 \xm, follow-up characteristics are deteriorated and 
defective pattern appears or breakage of wire occurs. If 
the thickness is greater than 30 \m, resolution is 
deteriorated. Preferable thickness is 10 to 25 fm. 

viscosity (at SO^'C) of the photosensitive resin 
layer is preferably in the range of from 15 to 50 MPa-s, 
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and further preferably in the range of from 25 to 40 MPa-s. 
If the viscosity is lower than 15 MPa-s at SO^^C, exudation 
of the resin, called ''edge fusion", tends to occur readily. 
If the viscosity is higher than 50 MPa-s at 30°C, flow 
5 property of the resin is deteriorated which facilitates 
generation of micro-voids. The viscosity can be measured 
by the use of the following equation (I) expressing the 
behavior of a Newtonian fluid, namely by plotting t against 
1/Z4 and measuring the slope of the line: 

wherein ^ is viscosity (Pa*s), 

F is force applied in the direction of thickness 

(N), 

v is volume of test piece (m"^), 
15 Z is thickness (m), and 

t is time (second). 
The measurement can be practiced by means of TMA apparatus. 

The number of fish eyes having a diameter (cj)) of 
at least 80 urn included in the protecting film used in this 
20 invention must be 5/m^ or less. As used herein, the term 
''fish eye" means unmelted or deteriorated region of the raw 
material which has been taken into film at the time of 
thermally melting the raw material and forming it into a 
film by kneading, extrusion, stretching or casting. 
25 Although the diameter of the fish eye varies 

depending on material, it is from about 10 ^iin to about 1 
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mm. The height of the fish eye from film surface is from 
about 1 to about 50 ^m. The size of fish eye can be 
measured by means of ^ for instance, optical microscope, 
contact type surface roughness meter or scanning electron 
5 microscope. The diameter {^) of fish eye means its maximum 
diameter . 

As to surface roughness of the protecting film, 
it is preferable that the center line-averaged roughness Ra 
is from 0.005 to 0.05 ^m, and it is further preferable that 
10 Ra is from 0.01 to 0.03 \xm. The surface roughness can be 
measured by means of contact type surface roughness meter. 

A protecting film of good fish eye level which 
can successfully be used in this invention can be produced 
by modifying the production method of film, for instance, 
15 in such a manner as filtering the raw material resin after 
thermal melting. 

Some commercially available polypropylene films 
such as To ray fan BO-2400, YR12 type manufactured by Tor ay 
Industries, Inc., ALPHAN E200 series manufactured by Oji 
20 Paper Co., Ltd. and the like can also be referred to as 

examples of the protecting films preferably usable in this 
invention, though they are not limitative. 

Film thickness of the protecting film (C) is 
preferably in the range of from 5 to 50 \m, preferably 5 to 
25 30 fiin. If the thickness is smaller than 5 fm, such a film 
tends to be difficult to manufacture. If the thickness is 
larger than 5 0 ^m, price of the film tends to be high. 

It is preferable that adhesive strength between 



the photosensitive resin composition-containing photo- 
sensitive resin layer (B) and the support film (A) is 
greater than adhesive strength between the photosensitive 
resin composition-containing photosensitive resin layer (B) 
and the protecting film (C). If adhesive strength between 
the photosensitive resin composition-containing photo- 
sensitive resin layer (B) and the support film (A) is 
smaller than adhesive strength between the photosensitive 
resin composition-containing photosensitive resin layer (B) 
and the protecting film (C), there is a possibility that 
the photosensitive resin layer is transferred onto the 
protecting film upon removal of the protecting film at the 
time of lamination. 

The photosensitive film of this invention can be 
successfully used as a photosensitive film for metal 
etching fabrications of lead frame, metal mask, etc. 

Next, this invention is explained in more detail 
with reference to Examples. This invention is by no means 
limited by these Examples . 

Examples 1-3 and Comparative Examples 1-2 

A solution was prepared by mixing together the 
components (a), (b) and (c) shown in Table 1. 
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Next I. the solution of photosensitive resin 
composition obtained above was uniformly coated onto a 
polyethylene terephthalate film having a thickness of 16 ^m 
and dried for 5 minutes in a hot air circulation type oven 
kept at lOO^^C. Then, each of the protecting films shown in 
Table 2 were laminated thereon to obtain various photo- 
sensitive films. After dryness, thickness of the photo- 
sensitive resin layer was 15 \m. 

The photosensitive films obtained above were 
superposed so that the photosensitive resin layers thereof 
came into mutual contact, to prepare a test piece having a 
thickness of 1 mm and a diameter of 7 mm. Using a IMA 
apparatus (Thermal Analysis TKA/SSlOO, manufactured by 
Seiko Denshi K. K.)/ a load of 2 to 40 g was applied to the 
test piece in the direction of thickness thereof at a 
temperature of 3 0 to 80°C, and the change in thickness was 
measured. Then, using the equation (I) relating to 
Newtonian fluid, t was plotted against Slope of the 

line gave viscosity. 

On the other hand, a copper alloy plate having a 
thickness of 0.15 mmt and a size of 20 x 20 cm square 
(trade name C-7025) manufactured by YAMAHA-OLIN METAL Co. 
was immersed in 3% (by weight) aqueous solution of sodium 
hydroxide at SO'^C for one minute and then in a 1% (by 
volume) aqueous solution of hydrochloric acid at 25°C for 
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one minute,, and then washed with water and dried to obtain 
a substrate. The photosensitive film obtained above was 
laminated on the substrate while removing the protecting 
film at a roll temperature of 110°C, under a pressure of 4 
5 kg-f/cm^, at a speed of 2 m/minute. The laminated substrate 
thus obtained was exposed to light by means of a 3 kw 
Super-High Pressure Mercury Lamp (HMW-201GX, manufactured 
by ORG Seisakusho, Ltd.) at 50 mJ/cm^. 

After the exposure, the number of air voids on 
10 the substrate was counted under a microscope at a 

multiplication of 100. Further, the size and number of 
fish eyes on each support film were measured under a 
microscope at a multiplication of 100. 

The results are summarized in Table 2. 



* 
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It is apparent from Table 2 that the generation 
of air voids causing breakage of wire and appearance of 
defective pattern can be suppressed by using, as the 
protecting film (C), a film in which the number of fish 
eyes having a diameter (4>) of at least 80 does not exceed 
5/m\ 

INDUSTRIAL APPLICABILITY 

The photosensitive film of this invention reduces 
the number of air voids generated which cause occurrence of 
defective pattern and breakage of wire, and therefore it is 
quite useful for improvement of product yield in the 
metallic precision fabrications. 



CLAIMS 

1. A photosensitive film which comprises a support 
film (A) , a photosensitive resin composition-containing 
photosensitive resin layer (B) formed on said support film 
(A), and a protecting film (C) stuck onto said photosensi- 
tive resin layer (B), wherein the number of fish eyes 
having a diameter of at least 80 jim included in said 
protecting film (C) does not exceed 5 fish eyes/m and said 
photosensitive resin composition-containing photosensitive 
resin layer (B) has a film thickness of 5 to 30 [im. 

2. A photosensitive film according to Claim 1, 
wherein the photosensitive resin composition in said 
photosensitive resin layer (B) comprises: 

(a) a binder polymer formed by copolymer izing acrylic 
acid or methacrylic acid and alkyl esters thereof as 
constituent monomers, 

(b) a monomer having at least one polymerizable 
ethylenically unsaturated group in the molecule thereof, 
and 

(c) a photopolymerization initiator. 

3. A photosensitive film according to Claim 1, 
wherein adhesive strength between the photosensitive resin 
composition-containing photosensitive resin layer (B) and 
the support film (A) is greater than adhesive strength 
between the photosensitive resin composition-containing 
photosensitive resin layer (B) and the protecting film (C). 

4. A photosensitive film according to Claim 3, 
wherein said protecting film is a polypropylene film. 



5. A photosensitive film according to Claim 1, 
wherein said photosensitive film is for use in metal 
etching process. 

6. A photosensitive film according to Claim 1, 
wherein said photosensitive resin layer has a viscosity of 
15 to 50 MPa-s at 30°C. 

7. A photosensitive film according to Claim 1, 
wherein said protecting film has a thickness of 5 to 50 im. 

8. A photosensitive film according to Claim 2, 
wherein said binder polymer (a) contains a carboxyl group- 
containing monomer in an amount of 12 to 40% by weight 
based on the total amount of the monomers, has a weight- 
average molecular weight of 20,000 to 3 00,000, and is used 
in an amount of 40 to 80 parts by weight, said monomer (b) 
is used in an amount of 2 0 to 60 parts by weight and said 
photopolymerization initiator (c) is used in an amount of 
0.1 to 20 parts by weight, based on 100 parts by weight of 
the total amounts of (a) and (b). 
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ABSTRACT 

A photosensitive film excellent in workability 
and making it possible, in a normal pressure laminating 
process, to laminate photosensitive films on the surface of 
substrate having a metallic surface with a reduced number 
of air voids generated and in a high product yield, said 
film comprising a support film (A), a photosensitive resin 
composition-containing photosensitive resin layer (B) 
formed on said support (A) and a protecting film (C) 
further stuck on said layer (B), wherein the number of fish 
eyes having a diameter of at least 80 im included in the 
protecting film (C) does not exceed 5 fish eyes/m^. 
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